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MdodpereHHe otuochtcr k qepHod MerajiJiyp- 

xpotfHCTUx « ApyrMx KOMojieKCHo-JierHpoBau- 
HMx Qep^KaBeioiUHX crajieft. b tom ^iicne jicrH- 

' pOMHHUX TMraHOM. 5 

H3DeCTHhiA Gncx:o6 nonyMeHux HepMae^iomefi ' 
xpOHCOAep^KameA crajiH awnoqaei a ceOa pacv 
luia&neHMe ujhxtu, odeayrjiepowMBanne pac- \ 
a^naaa, pacKHoieMHe, /lerHpoaaHMe. h awnycK 
nviaBKH a kobui hoa nepBH^tHMM rujiaxoM. B aau- 10 
ay DO xoAy' luiaaKH bboa«t okmcjiu MapraHna. 
OcHOBBOCTb uuiaKa nepeji BunycKOM juiaaxM h3 
neflu yaejiH^HsaioT nyreM npkcaaKH MapraHue- 

ra.. Hepea cronopHoe oTBepctHC "epeiaBaKjr 15 aaotrSoSoB^^^^^^ 

;ierKOOKKCJi«ioa^MMCH 3JieM€HTaM^. Banpawep vv:^hoVmh nojiac^^^ -^acTHv 
T^ranou. 3 ^Bo, EBOA.T,Ta«,e ni^ai^ 

ai;iaK. Ojimzkq 3tot (mioco6 "xaoaicTeni^^^ 

H3B^eHeHHH xpoMa, Mapramia h HHKe^H hTo- 2S. ftSp'S 
auuicHHe npoK3B0AHT€Ai>HocrR .cTa;i€n;,aaiuii^.. > 

Horo arperara. " :V - ."^^^^^ • aHa;iM3a npo6 Merajina, 

OKiroiu HiiH Kap6oHaT« MapraHaa/nocjii t,^^^ npoHaaoiuiT 
.era., h o^aK npoAyaaK)r ™epTH«M raao-. ^ \S0 c^^^^^^^^^ 



BunycK rwaaKK ocyuiecrajiflip^:- ^endcj^c^^i 
no B cta/iepaaviiiBOHHud xoBm/iipa cx:MtitiQ<rm 
maaKa He ucHcc c omdiapeMeHHuit aieraob- 
BaHH€u yerajMia THTaHoM. • ... 

Bun^aaKa. craJiK no HoaoMy cnbco6y aaicQics- 
^fljJTca a :.aieflyio!ue»i. B craieaaaaiuiBHi^ 
neqb aarpyncaioT MctaAJiHHecKyio iDMXtyi xpd^ 
Mpayw pyjiy, oKHc«fci hvih Kap6oHaTy napraaudi 
KOCHOBHUC uuaKoo6pa3yiouiHe MarepHaJiM, 3a* 
tew B oCmmu nopajucc pacoaaansiOT n o6eayr- 
JiepojKflBaioT piBcnjiaa. HpH ^tom 4jpoAyBKy 
.wpoHaaoAHT KHcaopoAOM H^a q<ecbio KHcaopo- 
tta H HeftTpaflbaoro, raaa. a ripa BhiaaaaKe aacrr- 
C0Acp«amMx CTd^ieftJ^cWwo KHfaopoia h 
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[see English abstract-separate page] 
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(54) ]V[ETHOD FOR OBTAINING STAINLESS STEEL 

1 

Tlie invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium, 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transfen ed to a second ladle 
tlirough the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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